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ABSTRACT 

Disclosed are dried porous crumbs of a hydrogenat- 
ed block copolymer which is obtained by hydrogenating a 
block copolymer comprising (a) at least one polymer 
block composed mainly of aromatic vinyl monomer units 
and (b) at least one polymer block composed mainly of 
conjugated diene monomer units, and which has a molecu- 
lar weight of 70,000 or more. The dried porous crumbs 
have a water content of 1 % by weight or less and 
having the capability of absorbing an oil in an amount 
of 1-0 or more, in terms of the ratio of the weight of 
an oil, which is absorbed by the dried porous crumbs 
when the dried porous crumbs are immersed in the oil at 
25 °C under atmospheric pressure for 1 minute, to the 
weight of the dried porous crumbs- Also disclosed is a 
method for producing the same. When the dried porous 
crumbs are used as a modifier in the production of a 
molding resin composition from a thermoplastic resin 
and a liquid additive, such as a softening agent or a 
silicone oil, a shaped article having an excellent 
appearance can be produced by molding the molding resin 
composition ♦ 


